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Figure JL Powder size vs SLS and furnace sinterability 
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Metal and binder powders blend 
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Figure z, Sample 215-3, 6 sintering run, sintering temperature 2255°F, 
etched, optical, bright field image, ~400x 
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Material (%-% by wt) 


j Alloy230+B (85-15) 


Binder (% by wt) 


i 0.5% N- 12 
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. Comparison of DMF Alloy 230, cast and wrought Haynes 230 properties 



